Permanent Painting

INDIAN YELLOW
This color is similar in many of its characteristics
to gall stone yellow, and inasmuch as it is made from
the excrement of camels, its coloring matter is same-
what similar to the biliary coloring matter, and while
it is brilliant and transparent, it is just as fugitive as
gall stone yellow, and is not to be recommended. It
dries badly.
INDIGO
This is a color extracted from the indigo plant which
grows in the East Indies, and has been in use for many
centuries. It is used both as an oil color and a water
color but possesses no particular advantage. As an
oil color indigo dries very slowly, fades when exposed
to light, is destroyed or reduced when mixed with
chrome yellow, white lead and the majority of metallic
paints. It can be safely substituted by a mixture of
Prussian blue and lamp black, or better still, by a mix -
ture of Antwerp blue and lamp black, Antwerp blue
being a reduced form of Prussian blue. It is of doubt-
ful value, and it is a question whether any of the old
painters used it to any great extent. While it is ac-
cepted that it makes, a very desirable green when mixed
with raw sienna or a yellow lake, it is not as good as
a mixture of Prussian blue and raw sienna, and as yel -
low lake in almost any form is fugitive the resulting
color is not to be recommended.
Indigo should therefore be excluded from the palette.
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